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AMENDMENTS 

The following is a complete listing of the claims that replaces all previous 
versions. 

1 . (Currently Amended) A catalytic polymerization process, comprising: 
reacting free radically (co)polymerizable acidic monomers utilizing a suitable transition 
metal complex as a catalyst, wherein the suitable transition metal complex has acidity 
constants of the protonated ligand greater than lO'^aod conditional disproportionation 
constant than less than 1 000 , and conditional metal-radically transferable atom or group 
phvlicitv of greater than 1 0 . 

2. (Previously Presented) The process of claim 1 , wherein the transition metal 
complex comprises a suitable heterodonor ligand. 

3. (Original) The process of claim 2, wherein the heterodonor ligand is a bidentate 
or a multidentate ligand. 

4. (Original) The process of claim 3, wherein the heterodonor ligand comprises at 
least two donor atoms each independently selected from the group consisting of 
oxygen, sulfur, selenium, tellurium, nitrogen, phosphorus, arsenic, antimony, and 
bismuth. 

5. (Previously presented) The process of claim 2, wherein the heterodonor ligand 
comprises a donor atom that cannot be protonated at a pH of more than 90% of the pH 
value of the reaction mixture. 

6. (Original) The process of claim 4, wherein ligand comprises a sulfur atom. 
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7. (Original) The process of claim 5, wherein the heterodonor ligand comprises a 
sulfur atom and at least one oxygen atom. 

8. (Original) The process of claim 2, wherein the ligand comprises a charged 
species. 

9. (Original) The process of claim 7, wherein the charged species is a phenoxide or 
a carboxylate. 

10. (Original) The process of claim 1 , wherein the catalytic process is conducted in a 
polar media. 

1 1 . (Original) The process of claim 10, wherein the polar media comprises at least 
one of water and an alcohol. 

12. (Original) The process of claim 1 1 , wherein the alcohol is at least one of 
methanol, ethanol, and propanol. 

13. (Original) The process of claim 1 , wherein the catalytic reaction is an atom 
transfer radical polymerization process. 

14. (Original) The process of claim 13, wherein the atom transfer radical 
polymerization is conducted in an polar medium. 

15. (Original) The process of claim 14, wherein the polar medium comprises at least 
one of water, and alcohols. 

16. (Original) The process of claim 1 , wherein the suitable catalyst has sufficient 
solubility, redox potential, stability towards ionic species, conditional radically 
transferable atom phylicity, and conditional metal-radically transferable atom or group 
phylicity to act as a catalyst in the reaction media. 
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17. (Currently amended) The process of claim 1 , wherein the su i tab le catalyst has 
sufficient solubility[[,]] and redox potential of less than 500mV , ac i d i ty constants of tho 
protonatod ligand greater than 10^, cond i t i onal disproportionate constant than l oss 
than 1000, and cond i t i ona l motal radica ll y transforab l o atom or group phy l ic i ty of groator 
than 10 . 

18. (Previously Presented) The process of claim 1 , wherein the catalyst is a suitable 
single entity catalyst. 

19. (Previously Presented) The process of claim 18, wherein the transition metal 
catalyst comprises a donor atom that cannot be protonated more than 90%, at the pH 
value of the reaction mixture. 

20. (Original) The process of claim 19, wherein ligand comprises a sulfur atom. 

21 . (Original) , The process of claim 20, wherein the catalyst comprises a 
heterodonor ligand. 

22. (Original) The process of claim 21 , wherein the ligand comprises a charged 
species. 

23. (Original) The process of claim 22, wherein the charged species is a phenoxide 
or a carboxylate. 

24. (Original) The process of claim 18, wherein the catalytic process is conducted in 
a polar media. 

25. (Original) The process of claim 24, wherein the polar media comprises at least 
one of water and an alcohol. 

26. (Original) The process of claim 25, wherein the alcohol is at least one of 
methanol, ethanol, and isopropanol. 
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27. (Original) The process of claim 26, wherein the catalytic reaction is an atom 
transfer radical polymerization process. 

28. (Currently amended) The process of claim 27, wherein the atom transfer radical 
polymerization is conducted in an a polar medium. 

29. (Original) The process of claim 28, wherein the polar medium comprises at least 
one of water, alcohols, and methanol. 

30. (Original) The process of claim 18, wherein the suitable catalyst has sufficient 
solubility, redox potential, stability towards ionic species, conditional radically 
transferable atom phylicity, and conditional metal-radically transferable atom or group 
phylicity to act as a catalyst in the reaction media. 

31 . (Currently amended) The process of claim 18, wherein the suitable catalyst has 
sufficient solubility[[,]] and redox potential of less than 500m V, acidity constants of tho 
protonatod li gand groatorthan 1CT 4 , condit i onal disproportionate constant than l oss 
than 1000, and cond i t i ona l m e tal - rad i ca ll y transf e rab le atom or group phy l ic i ty greater 
than 10 . 

32. (Currently Amended) A catalytic polymerization process, comprising: 
reacting free radically (co)polymerizable acidic monomers utilizing a suitable transition 
metal complex as a catalyst, wherein the catalytic polymerization process is conducted 
in a polar media, wherein the suitable transition metal complex has acidity constants of 
the protonated ligand greater than lO'^af^ conditional disproportionation constant than 
less than 1000 , and conditional metal-radically transferable atom or group phylicity of 
greater than 10. 
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33. (Previously Presented) The process of claim 32, wherein the transition metal 
complex comprises a suitable heterodonor ligand. 

34. (Original) The process of claim 33, wherein the heterodonor ligand is a bidentate 
or a multidentate ligand. 

35. (Previously Presented) The process of claim 34, wherein the heterodonor ligand 
comprises at least two donor atoms each independently selected from the group 
consisting of oxygen, sulfur, selenium, tellurium, nitrogen, phosphorus, arsenic, 
antimony, and bismuth. 

36. (Previously Presented) The process of claim 33, wherein the heterodonor ligand 
comprises a donor atom that cannot be protonated more than 90% at the pH value of 
the reaction mixture. 

37. (Original) The process of claim 36, wherein ligand comprises a sulfur atom. 

38. (Original) The process of claim 37, wherein the heterodonor ligand comprises a 
sulfur atom and at least one oxygen atom. 

39. (Original) The process of claim 33, wherein the ligand comprises a charged 
species. 

40. (Original) The process of claim 39, wherein the charged species is a phenoxide 
or a carboxylate. 

41 . (Original) The process of claim 32, wherein the polar media comprises at least 
one of water and an alcohol. 

42. (Original) The process of claim 41 , wherein the alcohol is at least one of 
methanol, ethanol, and propanol. 
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43. (Original) The process of claim 32, wherein the catalytic reaction is an atom 
transfer radical polymerization process. 

44. (Original) The process of claim 32, wherein the suitable catalyst has sufficient 
solubility, redox potential, stability towards ionic species, low propensity to 
disproportionation, and conditional metal-radically transferable atom or group phylicity to 
act as a catalyst in the reaction media. 

45. (Currently amended) The process of claim 32, wherein the suitabl e catalyst has 
sufficient solubility[[,]] and redox potential of less than 500m V, ac i d i ty constants of th e 
protonat e d li gand gr e at e r than 10" 4 , cond i tiona l d i sproportionation constant than le ss 
than 1000, and cond i t i ona l mota l radica ll y transforab l o atom or group phy l ic i ty groator 
than 10 . 

46. (Withdrawn) A process for elimination of the radically transferable atom or group 
from the active chain termini, comprising: 

heating a polymer comprising a radically transferable atom or group in an aqueous 
media in the presence of an acid and a transition metal catalyst to allow hydrolysis of 
the end group. 

47. (Withdrawn) A process for elimination of the radically transferable atom or group 
from the active chain termini in an aqueous ATRP process, comprising: heating a 
polymer comprising a radically transferable atom or group in an aqueous media in the 
presence of an base and a transition metal catalyst to allow dehydrohalogenation of the 
end group. 



